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witii a smoothing Hammer. When tins coarse is completed, wire,
torm on a former, grove together, and then bottom. The back
handle is of cast copper, filed and burnished; the cross handle or
bail is of %-inch pipe, filled and bent, then filed and burnished. The
ears may be cast or wrought, and should be made so the bail will lay
on the wire at the sides, but leave room for the fingers in the loop, so
that the handle may be grasped with ease. When the hod and both
handles are ready give the hod its final clean up, and rivet on the
handles the last thing.
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